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SPECIFICATION 

Process for f abricating ribbed electrode substrates 
and other articles 

6 

This invention relates to porous, resin bonded 
carbon fiber articles and methods for manufacturing 
the earn e* 

The economical fabrication of thin, porous, resin 

10 bonded carbon fiber substrates for fuel cell elec- 
trodes, has become increasingly difficult as subs- 
trate functional requirements and structural con- 
figurations have become more complex and per- 
formance criteria have become more demanding. 

15 For example, In addition to having sufficient structu- 
ral strength, electrode substrates must provide sup- 
port for a catalyst layer; provide a low pressure drop 
pam for gaseous reactantsto reach the catalyst 
layer; conduct electrons efficiently from the catalyst 

20 layer to an adjacent cell; conduct the heat of reaction 
from the catalyst layer, through adjacent cells to heat 
removal means; and provide considerable electro- 
lyte storage capacity to accommodate changes in 
electrolyte vol ume. 

25 Earlier electmde substrates were flat sheets made 
from resin bonded carbon fibers by well known 
paper making techniques, such as described in 
commonly owned U.S. Patent No. 3 r 972 r 735. The flat 
electrodes were disposed adjacent ribbed gas imper- 

30 vious plates which separated adjacent cells and 
defined gas channels behind the electrode. These 
early electrode substrates were homogeneous 
throughout, and depended almost entirely upon 
appropriate Impregnations of hydrophobic polymer 

35 (potytetraflUOrcethylene) to assure that the reactant 
gas could pass through them while they alao had the 
capability of hollding some electrolyte to accommo- 
date electrolyte Volume changes during cell Opera- 
tion. For example, selective wetproofing coupled 

40 with holes being drilled or formed within the elec- 
trode substrate, as described in commonly owned 
U.S. Patent No. 4,064,322, was one means for 
fabricating fuel cell electrode substrates with the 
necessary requirements, In some instances addition- 

45 al components were added to accomplish functions 
which would otherwise have 10 be accomplished by 
the electrode substrate. This made rt easier to 
fabricate the electrode, but increased the cost and 
complexity of th« cell. For example, as described in 

50 commonly owned U.S. Patent Nos. 3,779,81 1 and 
3,839,091, a separate layer disposed behind the 
electrode was added for electrolyte storage capacity 
and volume control. 
The advent of the ribbed electrode substrate, such 

55 as described in commonly owned U.S. Patent No. 
4,1 15,627, provided a number of advantages. For 
example, it provided the opportunity for using the 
ribs to store excess electrolyte, while maintaining 
the webs which Interconnect the ribs empty, or 

60 substantially so, for the passage of reactant gas 
therethrough to the catalyst layer. This was accom- 
plished by impregnating the webs with polytetraf- 
luoroethylene to prevent them from being able to 
carry electrolyte. However, this and otheradvan- 

65 tag es were accompanied by new fabrication prob- 
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lems, since his more difficult to economically 
fabricate a ribbed substrate than one which is simply 
a flat sheet. 

In the '627 patent the ribbed substrate was formed 
70 by molding a mixture of carbon pitch fibers and a 
phenolic resin within a die, the process being more 
fully described in commonly owned U.S. Patent No. 
4,165,349. In that molding process 9 homogeneous 
mixture of 20-50% thermosetting resin, by weight, 
75 and 80-50% carbon fibers having a length of be- 
tween 254 and 2640 urn Is sifted into a die having the 
inverse image of the rib pattern desired in the 
substrate. Low pressure and heat are simultaneously 
applied to the mixture in a manner calculated to 
80 obtain the desired thickness of the part and to at 
least partially cure the resin so that the part will 
retain its shape and thickness when the pressure is 
removed. A flat plate punch or die is used to apply 
the pressure- It is shimmed so that it bottoms out 
95 when the desired thickness of the part has been 
reached. The temperature of the mixture Is raised 
high enough to melt the resin without exceeding the 
final cure temperature of the resin. The part Is then 
removed from the die and placed in a curing oven 
90 between flat plates to ensu re that the part does not 
warp. The resin is then fully cured and the part Is 
carbonized by heat treating in an inert atmosphere to 
at least 1100°C to convert all the resin to carbon. A 
part made acording to that process yielded a subs- 
95 trate having a porosity of approximately 65% in the 
web areas and 90% in the ribs. The part was then 
selectively wetproofed in a manner described in the 
patent to assure proper electrolyte distribution and 
transfer, and reactant gas flow during cell operation. 

100 Selective wetproofing is costly and therefore unde- 
sirable. Furthermore, the described molding and 
wetproofing process offers no way to truly control 
the relative porosities and mean pore sizes as 
between the webs and ribs, which is a distinct 

105 drawback. 

An additional complication in the fabrication of 
electrode substrates are the edge seals described in 
commonly owned U.S. Patent Nos. 3,667,206 and 
3,855,092. Edge seals are very dense edge portions 

110 of the substrate which must remain saturated with 
electrolyte at air times to prevent the escape of 
reactant gases from the cells. They ere typically 
referred to as wet seals. Prior art processes for 
forming such seats involve special fabrication steps. 

115 Note, for example, the edge seal forming process 
described in commonly owned U.S. Patent No. 
4,269,642, wherein 208 bar pressure is required to 
attain the necessary edge density. Compare this to 
aforementioned U.S. Patent No. 4,165,349 which 

120 indicates that less than 10.4 bar pressure is all that is 
required to mold the rib and web portion of the the 
substrate. High edge seal compaction pressures 
create the additional problem of excessive edge seal 
expansion (i.e., springback) during carbonization 

125 (heat treatment) in comparison to the central portion 
of the sub state which is comparatively dimensional- 
ly stable due to low forming pressure in that area- 
Thls results In the need for an extra grinding 
operation during part fabrication. 

130 One object of the present invention is an improved 
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process for forming porous, resin bonded carbon 
fiber articles. 

Another object of the present invention is a 
process for forming porous, resin bonded carbon 
5 fiber qrticles having different but preselected means 
pore sizes In different areas thereof. 

Yet another object of the present invention Is an 
improved molding process for forming ribbed fuet 
cell electrode substrates haying different, pre- 
10 selected porosities end means pore sizes in various 

areas* 

A further object of the present invention is e 
process for molding resin bonded carbon fiber 
ribbed substrates for fuel cells wherein the ae- 
15 molded substrate has less porosity and a smaller 
mean pore size in the ribs as compared to within the 
webs which Interconnect the ribs. 

Another object of the present invention is a 
process forformfng a ribbed electrode substrate 
20 which requims no wetproofing to control electrolyte 
storage therein and reactant gas flow therethrough. 

According m the present invention, fabricating 
resin bonded carbon fiber articles with preselected 
but different pore sizes in different areas includes the 
25 steps of depositing known quantities of carbon 

Hber/resin powder mixtures onto predefined areas of 
an article forming surface, the carbon fibers in each 
of said mixtures having a different, known, pre- 
selected bulk density, and heating and compacting 
30 the mixtures to a preselected thickness, wherein the 
different presolecrari bulk densities of the carbon 
fibers in the mixtures are chosen to yield densities, 
porosities and mean pore sizes of the desired 
magOttude within the corresponding areas of the 
35 compacted article. 

An advantage of this process Is the ability to 
obtain different properties and characteristics in 
different areas; of an article without having to utilize 
different or additional fabrication steps or process 
40 parameters or .each of these different areas. It has 
been discovered that, at temperatures just above the 
melting point of the resin, and for a known compact- 
ing pressure hisld sufficiently long to bond the 
carbon fibers together such that the article retains its 
45 compresses thickness, there is a direct and readily 
determinable relationship between the bulk density 
of the carbon fi bers used in the dry mixture of resin 
end carbon fibers and the density of the finished 
ardcle. Since porosity and mean pore size are 
50 directly related to density and the length to diameter 
ratio of the fibers, the porosity and mean pore size of 
the finished article can also be predicted from the 
properties of the starting materials. 

Thus, e resin/carbon fiber dry mixture having a 
55 known initial volume and made from carbon fibers 
with a known bulk densfry and average fiber length 
to diameter ratio fs heated to a temperature suffi- 
cient to malt the resin and compacted at a known 
pressure or red uced in volume to a known new 
60 volume (i.e., to the thickness of the part to be 

produced). The pressure and temperature are main- 
tained at least until the carbon fibers are bonded to 
each other by the resin such that the compacted 
thickness does not change after the pressure is 
65 removed. The result Is an article having an accurats- 
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ly predictable density, porosity, and mean pore size. 
The part can be further heat treated to carbonize the 
resin, and the heat treated part will have a new, but 
still predictable, density, porosity, and mean pore 

70 size. For the same quantity of material compacted 
under the same pressure, the higher the bulk density 
of fiber in the starting material, the greater the 
density and lower the porosity and mean pore size of 
the finished article. 

75 After developing the above discussed relation- 
ships through a test program, an article can then be 
made having areas with different preselected densi- 
ties and porosities by depositing different fiber bulk 
density carbon ffber/resin mixtures in appropriate 

80 amounts on the appropriate areas of an article 
forming surface or within a mold. These different 
fiber bulk density blends are all heated to the sBme 
temperature and compacted under predetermined 
pressure or to predetermined volumes, which deter- 

85 mines the applied compacting pressure on each 
area. The heat and pressure are maintained until the 
carhnn fibers are bonded and the thickness of the 
article does not change when the pressure is re- 
moved. By selecting the correct fiber bulk densities 

90 and amounts of materials, the finished article will 
have the required different densities in the appropri- 
ate areas. 

One clear advantage of thTs Invention is that 
separate steps need not be taken after or during 
95 forming of the article to modify its density, porosity 
or mean pore size in selected areas, which simplifies 
the fabrication procedure. The required different 
fiber bulk densities used in the starting materials 
mBy be obtained by using batches of carbon fibers 

1 00 having different average carbon fiber length to 

diameter ratios, since there is a determinable inverse 
relationship between the bulk density of a batch of 
carbon fibers and the average length to diameter 
ratio of the carbon fibers within that batch. For ease 

105 in establishing this relationship, it ia preferred to use 
batches of fibers having the same average carbon 
fiber diameter and different average fiber lengths. 
Fiber bulk density is thereby controlled by selecting 
an appropriate average length for the carbon fibers. 

110 The process of the present invention Is particularly 
well suited for forming electrode substrates for fuel 
cells. A novel and improved ribbed electrode subs- 
trate having a greater density (and, therefore, lower 
porosity and mean pore size) in the ribs than in the 

115 webs may now be fabricated in a molding operation 
by depositing a first resln/carhon fiber mixture in the 
rib forming area of the mold and a second resinf 
carbon fiber mixture in the web forming area of the 
moid, and heating and compacting the mixtures. The 

120 first mixture has a preselected carbon fiber average 
length to diameter ratio less than that of the second 
mixture; and, therefore, the fibers used in the first 
mixture have a bulk density greater than those in the 
second mixture. Preferably both mixtures comprise 

125 50 to 80%, by weight, carbon fibers end 20 to 50%, by 
weight, carbonlzable resin having a carbon yield of 
at least 40%. After the compaction pressure has been 
removed the molded article is further heated to 
carbonize the resin, which may include graphttiza- 

130 tlon. 
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The present Invention I& also advantageous for 
fabricating oubstratas with dense edge seals (Lb., 
wet seals) of the type discussed in the Background 
Art portion of the specification. Recall that in formen- 
5 boned U.S. Patent No. 4,269,642 a pressure of 208 
bar was required to obtain a mean pore size in the 
edge seals about one-fourth the mean pore size in 
the central portion of the substrate. ThB high edge 
seal companion pressure resulted In excessive seal 

10 expansion during carbonization of the molded arti- 
cle. One aspect of the process of the present 
invention is .that as the bulk density of the starting 
material approaches the desired formed part densi- 
ty, the compressive Joads required to form the part 

15 are reduced. By appropriate selection of Ihe bulk 
density of the fibers used in the edge seal material, it 
has been possible to form dense edge seals with 
compacting pressures as low as 3.5 bar. A benefit of 
these lower forming pressures la minimization or 

20 even elimination of dimensional changes during 
carbonization, as well as the ability to use smaller, 
less expensive compaction apparatus. 

Commonly owned U.S. Patent Application Serial 
No. (Our Docket No. C«991) entitled "Ribbed Elec- 

26 trode Substrates" by the same inventors as the 
present application and filed on the same date 
herewith describes electrode substrates with im- 
proved properties and characteristics and which 
may be fabricated by the process of the present 

30 invention. 

The foregoing and other objects, features and 
advantages otfthe present Invention will become 
more apparent in the light of the following detailed 
description of the preferred embodiments thereof as 

35 shown in the accompanying drawing. 

Figure 7 is a graph showing the relationship of 
compacting pressure to the density of molded 
articles made from carbon fiber/resin mixtures of 
varying fiber fctulk density. 

40 Figure 2 is a perspective view of a ribbed electrode 
substrate which may ba fabricated by the process of 
the present invention. 

Figure 3 is an Illustrative cross- seed ona I view of a 
portion of a mold die filled with molding compounds 

46 in accordance with the process of the present 
invention. 

figure 4~ts a cross-sectional view of the mold of 
Fig -e 3 after heating hand compacting the molding 
mea rial in accordance with the teachings of the 
50 present Invention. 

FtgureSte a schematic representation of a con- 
tinuous belt molding system which may be used to 
practice the process of the present invention. 
Figure 6 Is an enlarged cross-sectional view, taken 
55 along the line 6-6 of Figure 7 r showing the flexible 
mold in greater detail. 

Figure 7 is an enlarged perspective view showing 
the material feeders of the system of Figure 5 In 
greater detail. 
60 Figure 8 is a graph showing the relationship 
between mean pore size of a graphitfeed carbon 
fiber/resin article and the density of that article. 

Figure 9 is an enlarged cross-sectional view of a 
portion of the substrate of Figure 2. 
65 To practice this present invention it is important to 



understand the nature of the relationship between 
the processing parameters, the bulk density of the 
carbon fibers used In the fiber/resin mixture from 
which the article is to be made, and the density of the 

70 formed article. In the case of the present invention 
the article forming material or mixture is a 
homogeneous blend of dry, carbonizable resin pow- 
der and carbon fibers. The resin may be of the 
thermoplastic type, but Is preferably a thermoset 

75 resin. The processing steps to which the material wilt 
be subjected comprise a heating and compacting 
step, preferably, but not necessarily, including car- 
bonization of the resin. More specifically, the mate- 
rial is heated to above the melting point of the resin 

bo and compacted from Its known original volume to a 
known new volume (or to a known new thickness if 
only the thickness changes during compaction). 
Compacting a known amount of bulk material to a 
known volume is the same as compacting at a 
B5 known pressure* since there is a one-to-one corres- 
pondence between compacted volume and the 
pressure required to achieve that volume. The 
temperature and compaction pressure are main- 
tained until sufficient bonding (or curing, if the resin 
90 is a thermoset) of the fibers occurs such that when 
the compacting pressure is removed the article 
retains its compacted volume or thickness. 

To determine the relationships referred to above 
for the purpose of ultimately fabricating fuel cell 
96 electrode substrates, a series of trials was conducted 
by fabricating 12.7 by 12.7 cm flat plates from 30 
gram samples of a variety of resin/carbon fiber 
blends Incorporating carbon fibers having different 
initial bulk densities. All fibers had the same average 

100 diameter. The different fiber bulk densities were 
obtained by using different average carbon fiber 
lengths. Each blen, however, had the same ratio of 
30 weight percent resin to 70 weight percent carbon 
fiber. For these trials the resin was a thermosetting 

1 05 resin having a melting point of about 6e°C. The tests 
involved uniformly distributing each 30 gram sam- 
ple mixture within a 12.7 by 12,7 cm mold and 
compacting the mixture by applying a known press- 
ure for 3.0 minutes using a flat plate die while 

110 maintaining the mixture at a temperature of 149"C 
during the time. Three (3) minutes was determined 
to be sufficiently long to result in sufficient curing of 
the resin such that when the pressure was removed 
the part retained its compacted thickness. 

115 Results of the tests are displayed on the graph of 
Figure 1 . The as-molded density of the sample is 
read off the vertical axis, and the applied compaction 
pressure is read off the horizontal axis. Each indi- 
vidual curve on the graph represents mixtures 

1 20 incorporating carbon fibers of the indicated bulk 
density in terms of grams/liter. The average carbon 
fiber length used in these mixtures is in parenthesis. 
Note that for fiber bulk densities of both 750 g/1 and 
880 g/l the average carbon fiber length is stated as 

1 26 Jess than IB A um. Although the average carbon fiber 
lengths of thesttwo samples were not characterized 
sufficiently to distinguish them qualitatively, mix- 
tures with a fiber bulk density of 8BO g/l did, of 
course, have an average carbon fiber length less 

130 than mixtures incorporating fibers having a bulk 
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density of 740 g/1. The carbon fibers having a bulk 
density of 880 g/l are very close to being particulate 
and probably have an average length to diameter 
ratio of between 1 .0 and 2.0. 
5 Several Interacting observations can be made 
from analyzing the curves of Figure 1 . Perhaps of 
greatest significance is the observation that if a 
constant pressure Is used to moid a number of flat 
parts of the seme weight, and each fibertresin charge 

10 has a different fiber bulk density, then eaoh of the 
formed parts wilt have a different as-molded density. 
The melded density of each part will be directly 
proportions I to the fiber bulk density of its charge. 
The bulk density versus molded density relation* 

15 ship will, of course, depend upon the physical 
characteristics of the carbon fibers and resfn used, 
end their ratio In the mixture. This relationship can 
readily be determined for any system using a series 
of tests similar to those just described. For mixtures 

20 having the same ratio of starting materials (i.e., resin 
to fiber) there is also a simple one-to-one inverse 
relationship between molded density and porosity, rf 
the mixtures also have the same average carbon 
fiber diarnetr, the as-molded parts will have derisi- 

25 ties and rneem pore sizes dependent only upon the 
overage carbon fiber length for a fixed molding 
pressure. 

Figure 8 is a graph showing the relationship 
between the density and mean pore size of a 

30 graphitlzed plate with a range of densities between - 
0.38 g/cm 3 and 0.68 g/cm 3 . The plates were made in 
the same manner as the plates used to generate the 
data of Figure 1. The plates were made from 
mixtures comprising 30 weight percent resin and 70 

35 weight percent carbon fibers <fiber bulk density: 500 
g/l; average liber length: 190.5 |im) by a method 
similar to the method for making the plates used in 
the testa described with respect to Figure 1 . To 
generate the curve of Figure 8 compacting pressures 

40 were varied to obtain the different densities. Curves 
may also be generated showing the relationship 
between the bulk density of fibers and mean pore 
size of the finished article forftxed compaetfng 
pressure on a known initial volume of molding 

45 mixture. To avoid complexity In characterizing a 
family of materials (i.e. r molding mixtures), it is 
preferred to vary fiber bulk density by changing only 
the average fiber length, although a family of curves 
could probabry also be generated based on fiber 

50 length to diameter ratio without the constraint of 
constant fiber diameter. A very adequate variety of 
density, porosity and mean pore size characterizes 
for the fabrication of ribbed fuel cell electrode 
substrates has been attained without resorting to 

55 varying the fiber diameter. 

From the foiregoing it is clear that fiber length 
selection (i.e., fiber bulk density selection) can be 
used to obtain a preferred combination of density, 
porosity and niBan pore size in the as-molded part 

60 Carbonization, if desired, can then be accomplished 
by heating to a sufficiently high temperature, and 
may even include graphitfeation. Carbonization, wfth 
or without grephitizelion, results In predictable restn 
weight loss (based on the carbon yield of the resin) 

65 and predictable part dimensional changes (i.e., ex- 



pansion or shrinkage). If a part is to be carbonized 
these known changes are taken Into account in 
selecting the bulk density of fibers used in the 
starting material so as to yield a carbonized part with 
70 the requisite characteristics. 

In the fabrication of e pert having areas with 
different porosities and mean pores sizes. If one 
breaks down the part into sections and treats the 
sections as if they were parts within a part, it 
75 becomes apparent that the mean pore size and 
porosity in each section can be regulated by adjust- 
ing the average carbon fiber length in the blends 
used to form each section. For example, an im- 
proved ribbed substrate with wet sa els may be 
80 molded by e process analogous to the process used 
to develop the graph of Figure 1 by using very short 
fibers or possibly even graphite powder (length to 
diameter ratio of 1.0) in the wet or edge seal section 
of the mold, longer fibers (greater length to diameter 
85 ratio) in the rib portion, and longest fibers (greatest 
length to diameter ratio) in the web portion which 
interconnects the ribs. The molded substrate will 
have dense, but porous small pore edge seals, more 
porous larger pore ribs, and even more porous and 
90 larger pore webs. Compare this to the prior art, as 
represented by aforementioned U.S. Patent No. 
4,155.349, wherein molding a ribbed substrate using 
identical material throughout the mold yielded ribs 
which were significantly more porous than the webs 
95 as a result of pressure differentials arising from the 
mold pattern itself. With the present invention, by 
taking into account the differences in regional press- 
ures within the mold when selecting fiber length for 
the different sections of the mold, the web pore size 

100 can be controlled Independently of the rib pore size. 
It is also clearly observable from the data of Figure 
1 that there are very significant compression advan- 
tages to using shorter fibers in areas where higher 
density is required, such as in the wet seal portions 

105 of the substrate. For example, referring to Figure 1, 
the pressure required to compact a 500 g/i fiber bulk 
density mixture to a density of 1.1 g/cc is 60.B bar, 
compared to a mere 3.1 bar tor the 740 g/l fiber bulk 
density mixture. Thus, the compressive load re- 

110 quired for the short fiber blend Is nearly 20 times less 
than the required load for the longer fiber blend, 
thereby significantly reducing the size of the equip- 
ment required for compaction. Furthermore, higher 
compressive loads increase residual stresses within 

115 the molded part. Some of this stress is released 
during heat treatment in the form of dimensional 
changes which may be difficult if not impossible to 
tolerate. With this Invention, ribbed substrates with 
wet seals can now be molded without subjecting any 

120 portion of the molding compounds to pressures 
exceeding 13.9 bar. 

If the molded article needs to be heat treated, 
consideration must be given to the shrinkage or 
other dimensional changes which occur as a result 

125 of converting the resin to carbon. Substrates for fuel 
cells must be heat treated to carbonize virtually all 
the resin in order to obtain certain required electric- 
al, chemical and thermal properties, as is well known 
In the art The extent of shrinkage is proportional to 

130 the weight percent resin in the molding mixture and 
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id highly predictable. Adjacent areas made with 
different a mounts of resin will shrink to different 
extents. To minimize mechanical strains Induced by 
this shrinkage, which can result in cracking or 
5 determination, it is preferred to use substantially the 
same weight percent resin throughout the substrate. 
The extent to which differences may be acceptable 
will depend upon the configuration of the substrate 
end the heat treatment used. 

10 Ribbed electrode substrates with edge seels may 
be made according to the present invention in a 
conventional Carver press using a steel die having 
the negative or mirror image of the part to be 
formed. A perspective view of such a ribbed subs- 

15 trate is shown in Figure 2. An enlarged cross section 
perpendicular to the direction of the ribs is shown in 
Figure 9. The substrate 1 0 essentially comprises a 
flat sheet 12 having speced apart parallel ribs 14 
extending outwardly from one surface 16 thereof 

20 forming channels 18 across the substrate. The 
portions of the sheet 12 between the ribs 14 and 
forming the bottoms of the channels IB are herein 
referred to as unsupported webs 22. The portions of 
the sheet 12 under the ribs 14 are hereinafter 

25 referred to as supported webs 24. The substrate 1 0 
also includes ctdga seals 20 parallel to the ribs 1 4 and 
Integral with the webs. Assume the substrate hes an 
unsupported web width w of 1.65 mm, a web or 
sheet thickness t of 0.63 mm, a rib and supported 

30 web width s of 1.4 mm and a rib height h of 0.965 
mm, The total nhickness of each substrate is thus 1 .6 
mm, which is the sum of the rib height and the web 
thickness. The <adge seals are 35.4 mm wide and 
have a thickness e of 1 .6mm. 

35 To fabricate this substrate, web, rib, and seal 
molding compounds are prepared, all comprising 
30%, by weight, of ReTchhold Vercum* phenolic 
resin (grade 24-655) and 70%, by weight, pitch based 
carbon fibers (nominal solid density of 2.0 g/om 3 

40 with e nominal diameter of about 10 prn. The fibers 
are chopped into three different batches each having 
a different average fiber length using a Wiley mill or 
equivalent. The batch for the web molding com- 
pound (i.e., the ssheet 12) has an average fiber length 

45 of 190 u.m and a bulk density of 500 g/|; the batch for 
the rib 14 molding compound ha9 an average fiber 
length of 101.6 jjm and a fiber bulk density of 600 g/i; 
and the batch to r the edge seal 20 molding com- 
pound has an average fiber length of less than 25.4 

SO urn and a bulk density of 880 g/l. Note that these bulk 
density values correspond to curves appearing in 
figure 1-The dry phenolic resin powder ia mixed 
with each of these batches of carbon fibers in a 
blender for 3-5 minutes. 

55 The compounds are then deposited into the 

appropriate area of a room temperature mold having 
an invars image of the part to be formed. Such a 
mold 40 is shown In cross section in Figure 3 filled 
with the molding materials 41 prior to the step of 

60 heating and compacting. In this example the rib 
forming portion or grooves 42 of the mold 40 would 
be filled first by sifting the rib molding compound 
into the grooves 42. A slight excess of material is 
preferably deposited and lightly compacted into the 
65 grooves using, for example a doctor-blade, to assure 



there are no voids within the grooves. The light 
compacting increases the Initial bulk density of the 
rib forming compound from about 600 g/l (note: the 
mixture bulk density is approximately the same as 
70 the fiber bulk density) to about 700 g/i. The seal 
molding compound and web molding compound 
are then sifted into the mold. The seal compound is 
deposited to a thickness or height e ; of 2.66 cm; and 
the web compound is deposited to a thickness tj of 
75 0.089 cm. 

The filled die is then placed between platens 
heated to 149"C, and the molding material is com- 
pacted between them. The top surface 44 of the 
mold 40 acts as a shim such that the material is 
80 compacted to the desired overall substrate thickness 
of 1 .6 mm. Within a few seconds the temperature of 
the molding compounds increases to approximately 
the same temperature as the press platens. The 
molding pressure and temperature are held for 3.0 
85 minutes and then released. The molding compounds 
retain their compacted thickness. 

Figure 4 shows the molding compounds in the 
mold 40 after the pressure has been removed, The 
different cross hatchings represent areas of different 
90 molded densities. The as-molded densities of these 
areas isasfollows: edge seals 20. 1.4g/cm 3 ; 
unsupported webs 22, 0.66 g/cm a ; supported webs 
24, 0.60 g/cm s ; and ribs 14, 0.80 gfcm 3 . Forthis 
example it is estimated that during compaction the 
95 rib and supported web material will receive a 

pressure of less than 0.68 bar; and the unsupported 
web material and edge seal material a pressure of 
about 3.5 bar. 
After compaction the part is removed from the 
100 mold. The as-molded part is then carbonized in an 
inert atmosphere by increasing the temperature at 
an approximate rate of 40°C per hour to 950°C. It is 
held at 950'C for about 1 .0 hour. At this point 
essentially all the resin had been converted to 
105 carbon. The part is then further heated to 2800°Cto 
convert the carbon to graphite^ike material. In this 
finished part the unsupported webs will have a 
density of 0.57 g/cm 3 , porosity of 74%, end mean 
pore stee of 29.4 um; the supported webs will have a 
110 density of 0.52 g/cm a , porosity of 77%, and mean 
pore size of 34.0 urn ; the ribs will heve a density of 
0.69 g/cm 3 , porosity of 69%, and a mean pore state ot 
20 um ; and the edge seals will have a density of 1 .2 
g/cm' and mean pore size of 8 um. 
115 As described in commonly owned U.S. Patent 

AppJiceton Serial No. (Our Docket No. C-991 ) filed on 
even date herewith and having the same inventive 
entity as the present invention, it is preferred that the 
rib mean pore size Is 60 to 75% of the web mean pore 
120 size although rib mean pore size 50 to 100% of the 
web mean pore size may be satisfactory for some 
applications. Also, rib porosity is preferably some- 
what less than the web porosity (e.g., 70% porosity 
compared to 80%) porosity; however, porosity dif- 
125 ferences are not as critical to performance as pore 
Size differences. As further described in the compan- 
ion application, the wab mean pore si*e Is preferably 
26-46 (Am end the edge seal mean pore size is 
preferably no more than 10 um, most preferably no 
130 more than 7.5 \xm. Most preferably the web mean 
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pore size is 25-35 urn and the rib mean pore size is 1 5 
to 27 jim. The process of the present invention as set 
forth a bove can readily provide all these difficult to 
achieve differences in mean pore sizes and porosl- 
5 ties. 

An altern ate and preferred method for fabricating 
substrates In accordance with the present invention 
Is best described with reference to Figure 5, which is 
a schematic representation of apparatus which is 

10 herein referred to as b continuous belt molder. In this 
embodiment of the present invention the molding 
die is in the form of a continuous flexible belt 100, 
shown In cmss section in Figure 6. Like the more 
conventional die of the foregoing example. The belt 

1 5 cross section Is essentially the Inverse image of the 
part to be formed, which in this Instance is a ribbed 
substrate like that shown in Figures 2 and 9. The belt 
100 peases around and Is stretched tightly between 
sate of rollers 102, 104. Trie belt molding apparatus 

20 also include? material feeders 106, preheat or mart 
oven 108, compaction apparatus 110, cure oven 112, 
quench apparatus 1 14, a trimming device 116, and 
stacking apparatus 118. 
In operation, drive means, not shown, drjves the 

25 rollers 1 02, 104 to continuously move the belt at a 
constant, known speed. The material feed apparatus 
106 drops th q molding materials onto the correct 
area of the mold 100 at a controlled rate. Tho belt 
with the deposited molding materials passes 

30 through the oven 108 which preheats the material to 
above the melt point of the resin. The moid with the 
preheated material than passes through the compac- 
tion apparatus 110, which In this instance comprises 
a series of heated rolls 12D. The rolls 120 compact 

35 the material to the desired thickness. The speed of 
the belt mold loo is set to assure that the compac- 
tion pressure has been maintained sufficiently long 
such that when the compacted material exits from 
between the last pair of rollers, the carbon fibers 

40 have been bonded together by the resin and the pert 
retains Its compacted thickness. 

Assuming the use of a thermoset resin, the 
compacted material within the belt mold 100 then 
passes through the oven 112 to completely cure the 

45 molding com pounds. The cured material is then 
cooled by quenching apparatus 114, which In this 
case Is a device which applies Jets of water to the 
underside of the belt molt 100. 

Finally, as tine belt mold 100 begins to move 

50 downwardly nround the rollers 104, the cured mold- 
ing material, which is rigid, continues to move in a 
horizontal plane onto a table top 122 whereupon it Is 
automatically cut into pieces of appropriate length 
by the auto mEi tic trimming device 116. The cut parts 

55 are automatically stacked by the apparatus 118. The 
stacked parts are removed at intervals and carbo- 
nized in an oven remote from the continuous belt 
molding apparatus. 

Figure 7 shows the material feeders 106 in some* 

60 what more detail. Since* in this particular example, 
as with the previous example, it is desired to form a 
substrate having the smallest mean pore size in the 
edge seals, larger pores in the ribs, and largest pores 
In the webs, the feeding apparatus 1 06 comprises 

65 three separate feeders 124, 126, and 12Bforfeeding 



rib material, seal material, and web material, respec- 
tively. Each of the feeders Includes a hopper 130, 
132, 134, at the bottom of which are rotating brushes 
136, 138, 140, respectively. Disposed under each 
70 brush 136, 138, 140 Is a foramlnous plate orsieve 
142, 144, 146, respectively. The rotating brushes 
contact the sieves. The size of the holes in the 
respective sieves and the rate of rotation of the 
brushes control the rate at which the molding 
75 compounds drop from the feeders onto the moving 
belt mold 100. The speed of the belt mold controls 
the amount of material deposited per square cm of 
projected belt surface. The width of the sieves 142, 
144, 146 and their position above the belt mold 100 is 
80 determined by where on the belt mold it Is desired to 
deposit the various molding compounds. The rib 
material feeder 124 drops material between the edge 
seal forming grooves 147 (Figure 6) of the die. A 
reciprocating doctoring plate 148 fills and lightly 
85 compacts the material into the ribforming grooves 
150 of the mold. The seal material feeder 126 
deposits its mixture into the edge seal forming 
grooves 147. The web forming feeder 128 thereafter 
deposits a layer of web material between the already 
90 deposited edge seal material; this web material will 
ultimately define the fiat sheet portion or webs of the 
, substrate. 

Although in this embodiment a doctor blade Is 
used only with the rib material, doctoring means 
95 such as a blade or roller may be associated with any 
of the feeders to either level off and/or lightly 
compact the deposited material. Careful design of 
the sieves and their associated brushes, end careful 
control of brush rotational speeds and other possible 

1 00 variables makes it passible to deposit material from 
the feeders in such precise amounts and in such 
precise locations that doctoring is unnecessary for 
the seal and web materials. 

Turning, now, to the other steps In the continuous 

1 05 belt mold substrate forming operation hereinabove 
described, it should be noted that it may be possible 
to eliminate the preheating apparatus 108 by incor- 
porating additional heating means In the vicinity of 
and in conjunction wfth the compaction apparatus 

110 110. Along these same lines, the curing oven 112 
might also be eliminated if the belt speed and 
temperatures within the compaction zone are 
selected such that the compacted material leaves the 
compaction zone completely cured. It will also be 

115 apparent that the curing oven 112 could be foil owed 
by a carbonization furnace. Quenching may or may 
not thereafter be required depending upon how 
soon the parts are to be handled. 
Regarding the compaction apparatus 110, 

120 although three sets of rollers 120 are shown in the 
drawing, a single set with larger rolls might be used, 
the number of rollers not being critical to the 
process. It might even be possible to eliminate the 
rollers and to compress the molding mixtures be- 

1 25 tween fiat pi etes; however, with a continuously 
moving belt mold 100, this would require that the 
plates move in the direction of and at the same 
speed as the belt mold. Upon release of pressure, 
some mechanism would be required to return the 

130 plates upstream to compress the next following 
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section of materiel within the belt mold. 

The flexible belt must be made from a material 
sufficiently hard or must in some way be designed to 
avoid significant deflection when subjected to com- 
6 paction pressures. One possible material is a cast- 
ablB RTV silicone rubber known as ecoosll* 1 4954 
sold by Emerson and Cumings of Canton, Mas- 
sachusetts. Subscale beh mold samples have been 
cast from a steel, ribbed die constructed to look like a 

10 small scale finished substrate. The cured rubber 
mole had excellent definition down to the smallest 
detail. These belt mold samples were used in tests 
designed to simulate the continuous belt mold 
process hereinabove described. Subscale ribbed 

15 suh-rratcs were made in these tests. All portions of 
th substrates were satisfactory in terms of poros- 
es mean pare size; however, due to deflection of 
th it cone ru bber bel t mol d In the area of the edge 
sbu during the compaction step it was not possible 

20 to control the seal dimensions to our required 

specifications., Evidently, the compaction pressures 
seen by tho edge seals resulted in compression of 
the rubber boh Jn that area. There were no problems, 
however, In the web and rib areas. These tests were 

25 conducted using an edge seal molding compound 
h> ■ ■ ng carbon fibers with a bulk density of 740 g/l. 
T; * resulted in estimated pressures of 5.2-8.7 bar in 
the seal zone. Use of fibers in the seal area with a 
bulk density of Ban g /j would result in lower seal 

30 compaction pressures and less mold deformation. It 
is estimated that no significant mold deformation 
will occur if compaction pressures are less than 
about 3.5 bar. 
Afthough the examples used herein are directed to 

35 fabricating ribbed substrates for fuel cell electrodes, 
it will be appreciated that the process is useful for 
fabricating othor types of articles made from carbon 
flber/rasin mixtjres and which require different 
mean pore sizes, porosities and/or densities in 

40 different areas thereof. 

Although the invention has been shown and 
described with respect to a preferred embodiment 
i: • reof. It shoul d be understood by those skilled In 
the art that other various changes and omissions In 

45 the form and de tail thereof may be made therein 
without departing from the spirit and the scope of 
the invention. 

CLAIMS. 

GO 

1. A process for forming porous, resin bonded 
carbon fiber articles, said articles having predefined 
areas With different preselected mean pore sizes 
characterized by the steps of: 

55 selecting a different dry mixture of carbon fibers 
and thermosetting resin corresponding to each of 
said preselected mean pare sizes, each different 
Texture having substantially the same ratio of 
t> jrbon to resi n and a different carbon fiber average 

60 length to diameter ratio, the carbon fiber length to 
diameter ratio of each mixture being chosen to 
provide its respective mixture with carbon fibers 
having a preselected fiber bulk density; 

^ depositing known quantities of each of the said 

65 different mixtures onto an article forming surface in 
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a location corresponding to that predefined area of 
the article to which said mixture corresponds; and 
heating and compacting the deposited material, 
comprising heating to a first temperature sufficient 

70 to melt the resin and compacting the deposited 
materal to a preselected volume by pressing first 
surface means against said deposited material and 
maintaining the compacting pressure and the tem- 
perature of the material for a first length of time 

75 sufficient to effect bonding of the carbon fibers such 
that said preselected volume is retained after said 
pressure is removed; 

wherein the preselected bulk densities of the 
carbon fibers In said mixtures are chosen such that, 

80 after said mixtures are subject to said step of heating 
and compacting, thB resulting article will havo the 
said preselected mean pore sizes in the predefined 
areas to which said mixtures correspond. 

2. The process according to claim 1 characterized 
85 in that the resin is a thermosetting resin end said 

temperature and compacting pressure is maintained 
until the resin is substantially cured. 

3. The process according to any Of claims 1 or 2 
characterized in that the step of heating and com- 

90 pacting includes increasing the temperature beyond 
said first temperature after the compacting pressure 
has been removed to heat treat the compacted 
product 

4. The process according to any of claims 1 to 3, 
85 characterized in that the average carbon fiber dia- 
meter in each of the said mixtures is essentially the 
same and the differences in bulk density of the fibers 
used in said mixtures are due solely to differences in 
the average length of the fibers used In each 

100 mixture. 

5. The process according to any of claims 1 to 3/ 
characterized In that the step of depositing said 
different mixtures onto an article forming surface 
comprises depositing said mixtures within a mold. 

105 6. The process according to any of claims 1 to 5, 
characterized in that said first surface means is the 
surface of a flat plate. 

7. The process according to any of claims 1 to G, 
characterized In that said first surface means in- 

110 eludes th© surface of a roller, and said step of 

pressing Includes passing said deposited material 
between rollers. 

8. The process according to any of claims 1 to 7 f 
characterized in that said article forming surface is a 

115 continuous belt. 

9. The process according to any of claims 5 to 6, 
characterized in that sold mold Is a continuous belt 
mold. 

10. The process according to any of claims 1 to 9, 
120 characterized in that said deposited material is 

preheated to a temperature sufficient to melt the 
resin prior to compacting. 

11. The process according to Claim 9 characte- 
rized in that said belt moid moves continuously. 

126 12. The process according to claim 9 characte- 
rized in that said belt mold Is made from silicone 
rubber and the compacting pressure is less than 
about 3.5 bar. 
13. The process according to claim 3 character 

130 rlzed in that said resin is a carbonizable resin, and 
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said step of heat treating includes carbonizing said 
resin. 

14. The process according to claim 3 characte- 
rized In that each of said different mixtures has 

6 substantially the same ratio of carbon fibsrs to resin. 

15. A process for molding, by the process of any 
of claims 1 to 14, a porous, resin bonded, carbon 
fiber electrode substrate comprising a flat sheet With 
a plurality of parallel ribs extending outwardly from 

10 and Integral with one side thereof, the flat sheet 
defining webs interconnecting said ribs, said ribs 
and webs defining parallel channels extending 
across said substrate, wherein the ribs have a 
required mean pore size less than the required mean 

15 pore size of isaid webs, said process utilizing a mold 
having grooves therein which correspond to the ribs 
to be molded and having a volume corresponding to 
said flat sheet, characterized by the steps of deposit- 
ing a plurality of dry molding mixtures in known 

20 quantities wiithin said mold, including depositing 
within the mold grooves a first molding mixture of 
carbon fibers and csrbonizable resin and depositing 
a second molding mixture over said first mixture to 
fill the volume of said mold corresponding to said 

25 flat sheet, sa id first mixture having an average 

carbon fiber length to diameter ratio less than that of 
said second mixture and a corresponding fiber bulk 
density greater than that of said second mixture; and 
heating an d compacting the deposited mixtures to 

30 a desired thickness, comprising heating to a temper- 
ature sufficient to melt the resin and maintaining the 
compacting pressure and the temperature of the 
molding mixtures for a length of time sufficient to 
effect bonding of the carbon fibers such that when 

35 the pressure is removed said desired thickness is 
retained, including increasing said temperature after 
the compacting pressure has been removed to 
carbonize the compacted material; 
wherein the said average carbon fiber length to 

40 diameter ratios and corresponding bulk densities of 
the fibers used in said molding mixtures are chosen 
to result in said required mean pore sizes and 
porosities in said areas of said substrate where said 
mixtures are utilized after said step of carbonizing, 

45 16. The process according to claim 5 characte- 
rized in thaiseld first and second molding mixtures 
are dry mixtures of 50-80%, by weight, carbon fibers 
and 20-50%, by weight carbonizable resin having a 
carbon yield of at least 40%. 

50 17, The pracess according to claim 15 characte- 
rized in that said required mean pore size of said ribs 
is 60-76% of the required mean pore size of said 
webs. 

18, The process according to any of claims 15 to 
65 1 7 characterized In that the average carbon fiber 

diameter is about 10 urn. 

19. The process according to any of claims 15 to 
18, characterized in that said substrate has edge 
portions, said edge portions having a required mean 

60 pore size less than said ribs, said process Including, 
prior to said step of heating and compacting, the 
additional step of depositing a third molding mixture 
within said mold to fill an area of said mold 
corresponding to said edges of said substrate, said 

65 third mixture being a dry mixture of carbon fibers 



and carbonizable resin, the fibers having an average 
length to diameter ratio less than the length to 
diameter ratio of the fibers in said first mixture and a 
corresponding bulk density greater than the bulk 
70 density of the fibers in said first mixture. 

20. The process according to claim 19, characte- 
rized in that the average diameter of the fibers In 
each of the different mixtures of fiber and resin is the 
same. 

75 21. The process according to claim 19, characte- 
rized in that the required mean pore size of the web 
portion is 25-35 fim, and the required mean pore size 
of the ribs is 60-75% of the mean pore size of the web 
portion, and the required mean pore size of the edge 

80 portion is no more than about 10 jim. 
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